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(57)Abstract: 

PURPOSE: To prepare a polycarbonate resin having excellent light-scattering properties while 
maintaining a high impact strength inherent in a polycarbonate resin by dispersing, in the polycarbonate 
resin, a finely particulate polymer which has a refractive index different from that of the polycarbonate 
resin and is at least partially crosslinked. 

CONSTITUTION: In 100 pts.wt. polycarbonate resin is dispersed 0.05-20 pts.wt. finely particulate 
polymer which has a refractive index different from that of the polycarbonate resin (pref. the difference 
being 0.01 or higher) and a mean particle diameter of 0.5-1 00|j, and is at least partially crosslinked (e.g. 
a crosslinked particulate polymethyl methacrylate) to give a light-scattering polycarbonate resin. The 
resulting resin, though it has a high total light transmittance, has good light-scattering properties; it 
transmits a sufficient light, yet does not allow a light source to be seen through it. As the high impact 
strength inherent in the polycarbonate resin is kept undegraded, it can be advantageously used in 
applications where a high transmittance and a high safety are simultaneously required. 
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